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JEWELRY & ENAMELING
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Sterling silver wire 10-gauge.
Draw the wire y1G inch square.

Saw the two pieces of wire the length of the

bent rectangle.

File the ends to true.

ASSEMBLING PARTS OF THE
ORNAMENT

Bind the bent form to the center of the large
rectangle.

Solder in place.

Bind the two pieces of square wire on each side
of the bent form; the wires must be flush with
both ends.

Solder in place.

JOINING THE RING SHANK AND THE

ORNAMENT

Bind the ornament to the ring shank.
Solder in place.

Remove any excess solder with a file and scotch
stone.

Bufi with felt buffing wheel and tripoli.
Polish with a chamois or cloth buffing wheel
and rouge.

Dip in a solution of potassium sulphide.
Remove any excess color with whiting.
Polish with a soft cloth or chamois buffing
wheel.